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(57) Abstract 

A method for the production of composite pipes that have an inner pipe made of synthetic resin and an outer pipe 
made of metal, the inner surface of whidi is lined with the inner pipe. Said method comprising applying a foaming adhe- 
sive to the inner surface of an outer pipe, introducing an inner pipe made of synthetic resin into the outer pipe, and heating 
the foaming adhesive to foam and harden the foaming adhesive, wherein said inner pipe has, on its outer surface, a num- 
ber of lines projecting from the inner pipe that are parallel with the axis of the pipe, said lines being of fixed length and 
discontinuous so that said inner pipe can be concentric with the outer pipe when it is introduced into the outer pipe. 
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A METHOD FOR THE HIODDCTIOS OP OOMPOSICT PIP8S 

Field of the Invention 

Thia invention relates to a method for the 
production of composite pipes that have an inner pipe 
made of synthetic resin and an outer pipe made of 

5 metal^ for exampler steel# etc«r the inner surface of 

which is lined with the inner pipe* More particularly, 
this invention relates to a' method for the production 
of composite pipes in which the outer pipe and the 
inner pipe adhere to each other to make one piece by 

10 means of a foamed layer* 

Background Art 

The following methods are known for the 
method of manufacturing a composite pipe that consists 
of a metal outside pipe made of steel, etc«, the inner 
15 surface of which is lined with an inner pipe made of 
synthetic resin. First, a foaming adhesive is applied 
either' to the inner surface of the outer pipe made of 
metal I to the outer surface of the inner pipe made of 
synthetic resin, or to both of these surfaces* Then, 
• 20* the inner pipe is introduced into the outer pipe, and 
the foaming adhesive is foamsd and hardened by the 
additicr4 of haat. In this way, by means of the bubbles 
of the foaming adhesive, which forms a foamed layer 
between the inner surface of the outer pipe and the 
25 outer surface of the inner pipe, a composite pipe that 
adheres together in one piece is obtained* 

In this kind of method, it is difficult to 
introduce the inner pipe into the outer pipe so that 
they will be concentric. Also, even if the inner pipe 
30 can be introduced into the outer pipe so that the pipes 
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are concentric, the foamln? of the foaming adhesive 
between the inner pipe and the outer pipe can cause the 
centers to coincide no longer, and there is the 
possibility that the space between the inner surface of 
the. outer pipe and the outer surfatoe of the inner pipe 
will not be uniform in the radial, direction of the 
pipes. 

A method for the manufacture of composite 
pipes that overcomes these disadvantages has been 
disclosed in Japanese Patent Publication (KOKOKU) 59- 
49885, wherein an inner pipe the outer surface of which 
has a number of projecting lines that are continuous 
and parallel in the direction of the axis of the pipe 
is used. Ihe distance by which each of these 
projecting lines project from the outer surface of the 
inner pipe is the same. Therefore, when the inner pipe 
is introduced into the outer pipe, the projecting lines 
Of the outer surface of- the inner pipe come into 
contact with the inner surface of the outer pipe, and 
the outer pipe and the inner pipe are held against each 
other so as to be aoncentric. Each projecting line is 
in contact with the inner surface of the outer pipe, so 
even when the foaming adheRiva the space betve»n the 
outer pipe and the inner pipe is foamed the 
concentricity of the outer pipe and the inner pipe can 
be maintained. 

However, whea the foaming edhesive is applied 
to the inner' surface of the outer pipe, and the inner 
pipe that has projecting lines on its outer surface is 
introduced into said outer pipe, one or more of the 
[.projecting lines on the outer surface of the inner pipe 
comes into cmtaot with the foaming adhesive that has 
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been applied onto tbe inner surface of the outer pipe, 
and this causes the application of pressure to the 
inner pipe. For this reasoni it is not easy to 
introduce the inner pipe into the outer pipe. When a 

5 pipe made of a thin layer of synthetic resin is used as 
the inner pipe, then said inner pipe is deformed by 
being curved or twisted, etc./ by the pressure that is 
applied to the inner pipe at the tine of the 
introduction of the inner pipe into the outer pipe. 

10' When the inner pipe is deformed, then this Inner pipe 
is not introduced into the outer pipe so that the pipes 
are concentric, but rather the inner pipe will be 
• introduced into the outer pipe so that it is bent 
toward the outer pipe in one direction or a zigzag 

15- direction. In these circumstances, the lines 
projecting from the outer surface of the inner pipe 
come strongly into contact with the inner surface of 
the outer pipe. If the lines pro^ectin^ from the ou^^;' 
surface of the inner pipe come into strong contact with 

20 the inner surface of the outer pipe^ said projecting 
lines will scrape away the foaming adhesive applied bo 
the inner surface of the outer pipe. If the inner pipe 
is twlstedr a large number of projecting lines over a 
vide area will come into contact with the inner surface 
the outer pipe,* and & large area of the foaming 
adhesive on the inner surface of the outer pipe will be 
scraped away. The consequences are that there will be 
an area of the inner surface of the outer pipe where 
the lines projecting from the outer surface of the 

30 inner pipe have scraped away the foaming adhesive, and 
also other areas where the adhesive that has been 
scraped away has accumulated. In this situation, then 
the foaming adhesive that has been applied to the inner 
surface of the outer pipe is foamed and hardened by the 
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addition of heatf a gap forms in the space between the 
inner pipe and the outer pipe in the places where the 
adhesive has been scraped away from the inner snrfaee 
of the outer pipe* If water is introduced into the 
said gap, the outer pipe made of metal will corrode* 
If the compoalte pipe is used for the flow of 
relatively hot water, softening of the inner pipe made 
of synthetic realn will occur and the gap between the 
inner pipe and the outer pipe will expand in volume, 
and accordingly the inner pipe will expand inward, 
resulting in the constriction of the apace for the 
passage of flowing water. Thus, if the expansion of 
the inner pipe is severe, the passage for flowing water 
will be blocked. The possibility of expansion of the 
inner pipe inward is particularly high when the 
temperature difference of the water flowing through it 
at different times is large. If the inner pipe is made 
thick, there will not be any deformation of the inner 
pipe when it is introduced into the outer pipe, and 
this . prevents the occurrence of gaps between the inner 
pipe and outer pipe. However, a thick inner pipe is 
not economical* 



Disclosnre of the Invention 

The method for the production of composite 
pipes of this invention, which overcomes the above- 
discuBsed and numerous other disadvantages and 
defioiencies of the prior art, comprises applying a 
foaming adhesive to the inner surface of an outer pipe, 
introduoing an inner pipe made of synthetic resin into 
the outer pipe, and heating the foaming adhesive to 
foam and harden the foaming adhesive, wherein said 
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inner pipe has, on its outer eurfacei a number of lines 
projecting from the inner pipe that are parallel with 
the axis of the pipe, said lines being of fixed length 
and discontinuous so that said inner pipe can be 
5 conoentric with the outer pipe when it is introduced 

into the outer pipe. 

In a preferred embodiment/ the length of the 
projecting lines is about 1-10 mm in the direction of 
the axis of the pipe, the space between the adjacent 
j^O projecting lines positioned in a line in the direction 
of the axis of the pipe is about 10-100 mm, and the 
space between adjacent projecting lines positioned in a 
row in the direction of the circumference of the pipe 
is about 10-30 mm« 

Thus, the invention described herein makes 
possible the objectives of (1) providing a method for 
the production of composite pipes in which even when 
the inner pipe made of synthetic resin has a thin wall, 
little pressure is applied to the inner pipe when the • 

20 inner pipe is being Introduced into the outer pipe, and 
there is almost no chance that the inner pipe will.be 
deformed, and therefore, there is almost no possibility • 
that the lines projecting from the outer surface of the 
inner pipe will scrape away the adhesive that has been 

25 applied to the inner pipe; (2) providing a method for 
the production of composite pipes in which when the 
inner pipe is introduced into the outer pipe, even if 
said inner pipe is twisted, the area of the adhesive 
that is scraped away from the inside surface of the 

30 outer pipe Is extremely small, because the projecting 
lines are not continuous f therefore, even if the amount 
of adhesive on different parts of the inner surface of 
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the outer pipe is slightly uneven, when the foaming 
adhesive is foamed and hardened after the inner pipe is 
introduced into the outer pipe^ the gaps between the 
inner pipe, and the outer pipe will be filled with 

5 bubbles because of the foaming pressure at the time of 
foaming? (3) providing a method for the production of 
composite pipes by which the bubbles ensure that gaps 
will - not occur in the space between the inner pipe and 
the outer pipe, but rather that the two pipes will be 

IQ made to adhere to each other strongly, so that the 
composite pipe obtained will not allow water to move 
into the space between the inner pipe and the outer 
pipe? accordingly, there is no danger of corrosion of 
the inner surface of the outer pipe; and (4) providing 

15 a method for the production of composite pipes by which 
oven if hot water and cold water are alternately sent 
to flow -through the inside of said composite pipe, the 
inner pipe of synthetic resin will not expand inward, 
80 there is no danger of the passageway for water 

20 inside said inner pipe becoming narrow or of the 
bloclcage of said inner pipe. 

Brief Dea eription of the Drawinaa 

This invention may be better understood and 
its numerous objects and advantages will. become appar- 
25 M to those skilled in the art by reference to the 
accompanying- drawings as follows: 

Figure 1 is a side view of an apparatus used 
to accomplish the method of this invention. Figure 2 is 
a sectional view of an important part of the apparatus 
30 shown in Figure. 1,, Figure 3 is a front, view of the 
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inner pipe of this invention. Figure 4 ie a side view 
of the inner pipe, and Figures 5 and 6, respectively, 
are side views of different estamples of the inner pipes 
of this* invention. Figure 7 ie a front view of the 
5 composite pipe manufactured by the method of this 

invention, and Figure- 8 is a side view of one part of 
that pipe, which has been opened up. 

Modes of Carrying Out the Invention 

The method of thie invention is accomplished 

10 by ^he use of the apparatus shown in Figure 1« An 
outer pipe 11 made of metal is placed on rollers 21 
that are provided on a stand 20, and by the rotation of 
these rollers 21, the said outer pipe 11 is rotated in 
the direction of its circunf arence. Into the outer 

15 pipe IT that is placed on the rollers 21 on the 
stand 21 , a spraying pipe 31 is introduced in the axial 
direction of the said outer pipe 11. One end of the 
spraying pipe 31 is placed within the outer pipe 11, 
and the other end extends to the outside of the outer 

20 pipe 11* 7he end of the spraying pipe 31 that extends 
to the outside of the outer pipe Ilia coupled by means 
of a coupling device 33 to the upper surface of » belt 
conveyor 32 that can move back and forth in the 
direction shown by arrow A in Figure U The belt 

25 conveyor 32 is built so that it can move in and out of 
the out^r pipe 11 in the direction of its axis. 
Because the upper surface of belt conveyor 32 can move 
back and forth in the direction shown by arrow A in 
Figure 1, the spraying pipe 31 can move back and forth 

30 along the outer pipe 11 in the direction of its axis, 
from one end of the outer pipe 11 to the other. A 
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liquid foaming adhesive 12 flows along the inside of 
the spraying pipe 31. The foaming adhesive 12 that 
flowe through the spraying pipe 31 is, as shown in 
Figure 2, sprayed in the direction of the oifcumference 

5 of the outer pipe 11 through a nozzle 31a at the top of 
the spraying pipe 31 placed inside of the pipe 11, In 
the vicinity of nozrle 31a of the spraying pipe 31, 
there is provided a position^setting device 34 that 
maintains the nozzle 31a in a position where it is 

10 approximately concentric to the outer pipe 11. On the 
other hand, in a position opposite to that of the belt 
conveyor 32 with respect to the stand 20, there is 
placed an inner pipe 13. The inner pipe 13 is placed 
on a belt conveyor 40 so that it is. lined up with the 

15 outer pipe 11 in the direction of its axis. By the 
movement of the belt conveyor 40 in the direction of 
the axis of the inner pipe 13, the said pipe 13 is 
introduced Into the outer pipe 11. 



20 



There are a number of projecting lines 13a on 
the outer surface of said inner pipe 13, as shown in 
Figure 3 and Figure 4. These projecting lines 13a are 
provided so that, for example, there are six parallel 
lines in the direction of the axis of the inner 
Pipe 13; placed go as to divide the outer surface of 
25 said inner pipe 13 in the direction of its 
circumference into six equal parts, and they are of a 
fixed length in the direction of the axis of the pipe, 
and are not continuous. In cross-section, these 
lines 13a are in the shape of a triangle. The amount 
of the projecting lines 13a that projects from the 
outer 'surf aoe of the inner pipe 1 3 is set so as to be 
approximately equal to the space that is between the 
inner surface of the outer pipe 11 and the outer 



30 
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surface of the inner pipe 13 when the Inner pipe 13 Is 
placed into the outer pipe 11 so that they are 
concentric* The length of the projecting lines 13a In 
the direction of the axis of the pipe 13 should be as 

5 short as possible provided that it is possible for them 

to keep the inner and outer pipes concentric* This 
length depends on such factors as the thickness of the 
walls of the inner pipe 13/ etc*/ but it is around 1- 
10 mm/ and preferably 1-5 mm. The space between the 

10 adjacent projecting lines 13a positioned in a line in 
the direction of the axis of the pipe should be as long 
as possible provided that it is possible for them to 
keep the inner and outer pipes concentric when the 
inner pipe i3 la introduced into outer pipe 11. This 

15 length depends on such factors as the thickness of the 
walls of inner pipe 13/ etc., but it is around 10- 
100 ram/ and preferably around 30-70 mm. The projecting 
lines 13a should be formed so that they are parallel 
with the axis of the inner pipe 13/ on its outer 

20 surface, and so that they are discontlnuously 
positioned in a plurality of lines* In this case/ it 
is not necessary that lines in which the projecting 
lines I3a are positioned on the outer surface of the 
inner pipe be equally spaced in the direction of the 

25 eireuinfaronfle of the pipe* This spscs should be as 
wide as possible so long as the inner pipe 1 3 and outer 
pipe 11 are maintained so as to be concentric; in 
practice/ this space is set to be about 10-30 mm. 

The projecting lines 13a need not be in rows 
30 around the circumference of the pipe, but may be offset 
from each other in the direction such as that shown in 
Figure 5, Alternatively/ as shown in Figure 6, the 
projecting lines 13a may be positioned in a spiral 
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pattern. 



An inner pipe 13 with this kind of jitojecting 
lines 13a is manufactured aa followa; 

An inner pipe 13 is, first, manufactured by 
an extrusion molding technique from vinyl chloride, 
polyethylene, or other synthetic resins so that the 
outer surface of the inner pipe 13 has a number of such 
projecting lines that are continuous and that are 
parallel with ;the long axis of the pipe? then, the 
parts of the continuous lines that are not needed are 
removed by cutting working, etc. it is also possible 
to obtain such an inner pipe 13 by an extrusion molding 
technique alone., in which an outer mold that has on its 
inner surface a number of grooves stretching in the 
15 direotlon of the axis of the mold is ueedj at the time" 
of extrusion, the said outer mold is moved back and 
forth so as to intermittently have the grooves met with 
the sprue of the molding apparatus from which molten 
resin is extruded, resulting in an inner pipe 13 with 
20 the projecting lines 13a on its outer surface. 
Alternatively, while moving this kind of an outer mold 
baok and forth ;in the direction of its axis, if the 
mold is also rotated, it is possible to obtain an inner 
Pipe 13 such as that described above by extrusion 
25 molding alone. 

The method of this invention with the use of 
this kind of the inner pipe 13 can be practiced as 
follows: 
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First, an outer pipe 11 is placed on the 
rollers 21 on the stand 20. Next, the spraying pipe 31 
is driven by the belt oonveyor 32 so as to be 
introduced into the outer pipe 11 on the rollers 21 • 

5 Thexir the nozzle 31a o£ the spraying pipe 31 is placed 

inside of one end of the outer pipe 11. While the 
rollers 21 are being rotated so as to rotate the outer 
pipe 11 around the axis of the pipe 11, the foaming 
adhesive 12 is sprayed front the nozzle 31a. . The 

10 foaming adhesive 12 is composed of resins such as 
urethane resins, epoxy resins, polyester resins, etc«, 
and, as a foaming agent, hydrocarbons such as freon, 
hexane, heptane, etc#, or water. While foaming 
adhesive 12 is being sprayed from the nozzle 31a of the 

15 spraying pipe 31, it is moved in the direction of the 
axis of the outer pipe 11 by means of the belt 
conveyor 32. In this way, the inner surface of the 
outer pipe 11 is coated with the foaming adhesive 12 
from one end of the pipe to the other. At this time/ 

20 the outer pipe 11 is being rotated, so there is no 
danger that the foaming adhesive 12 being applied to 
the inner surface of the outer pipe will drip. 

After the foaming adhesive 12 has been coated 
over the inner surf scs of the outer pipe 1 1 , and before 

25 the said foaming adhesive is foamed and hardened, the 
inner pipe 13 made of synthetic resin that is placed on 
the belt conveyor 40 is driven by the belt oonveyor 40 
so as to be introduced into the outer pipe 11, At that 
time, as described above, because there are projecting 

30 lines 13a on the outer surface of the inner pipe 13 
that are not continuous in the direction of the axis of 
the inner pipe 13, it is possible to introduoe the 
inner pipe 13 accurately into the outer pipe 11 so that 
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the two pipes are concentric. Moreover, the amonat o£ 
the £oamia9 adhe6lve'.12 that has been applied to the 
inner surface of the outer pipe 11 scraped -off by the 
projecting lines 13a is small , and there is no chance 
of the maldistribution of foaming adhesive 12 on the 
inside surface of the outer pipe 11. 

When the inner pipe 13 is introduced into the 
outer pipe 11, hot water is then poured over the 
outside of the outer pipe 11, whereby the foaming 
adhesive 12 in the space between the outer pipe 11 and 
the inner pipe 13 is heated, causing the foaming and 
hardening of the said foaming adhesive. At this time, 
in order that gaps will not form in the foamed layer 
that forma when the foaming adhesive 12 is foamed and 
15 hardened/ hot water is poured over the outside of the 
outer pipe 1 1 either from one end of the pipe to the 
other or else from the middle to both ends at once, in 
this way, the air in the space between the outer 
pipe 1 1 and the inner pipe 1 3 is moved to the ends of 
the outer pipe 1 1 as the foaming adhesive is foamed, so 
that the air leaves the ends of outer pipe -11. 

By doing this, a composite pipe, as shown in 
Figures 7 and 8, which has the outer nine 11 --5 i-ha 
inner pipe 13 that are made to strongly adhere to each 
other by the foaming layer 14, can be obtained. 

It is possible to decide on the amount of 
foaming adhesive 12 that is needed for the application 
to the inner surface of the outer pipe 1 1 so that by 
its f oamiag^ the foaming layer- 1 4 will cause sufficient 
30 adhesion of the inner. pipe 13 to the outer pipe 11. 
The amount varies depending on the volume of the space 



20 
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between the inner pipe 13 and the outer pipe 11, and 
also on the foaming ratio of the adheeive, but it is 
preferable that the amount of foaming adhesive to be 
used be twice or more than the volume between the outer 

5 pipe 11 and the inner pipe 13 when thOL foaming 
adhesive 12 is allowed to form bubbles freely* The 
foaming adhesive 12 can be also coated on the outer 
surface of the inner pipe 1 3 in addition- to the 
application of the foaming adhesive 12 to the inner 

10 surface of the outer pipe 11. 

Bxamp.]^ 

Ad the outer pipe, a steel pipe with the 
outer diameter of 110 mm, the inner diameter of 106 mm, 
and the length of 5 m was used; as the inner pipe, ei 

15 hard vinyl chloride pipe with an outer diameter of 
104 mm, an inner diameter of 100 mm, and a length of 
5 m was used. On the outer surface of the inner pipe, 
there were projecting lines that were not continuous, 
which were 3 mm long in the direction of the axis of 

20 the pipe, 1 mm high, and triangular in cross-section; 
these projecting lines were 50 mm apart In the 
direction of the axis of the pipe. These projecting 
lines were positioned in 16 lines parallel to the axis 
of the pipe. The distance between the adjacent lines 

25 i" the direction cf ths circumf arsnwo waa 20«4 mm* 

As the foaming adhesive, semi-hard urethane 
resin liquid was used. The ingredients ci this liquid 
were in the following proportions, by weight. 



. 30 



Diol (OR value, 28) 
Btbylene glycol 
Triethylenedlamlne 



100 
15 
0.6 



i 
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Silicone as an agent for regulation 
of foaming '2.0 

water 2,0 

Gurudo (phonetic) MDI ~ 
5 (Trade name; NCO index 105) -90 

Pigment (special polyester resin 
containing 25% carbon black 
by weight) 2.0 

When this liquid was allowed to foam freely, 
10 it foamed to about 10 times its original volume, and 
.the independent foaming ratio was 33%. 

This foaming liquid was coated over the inner 
surface of the outer pipe made of metal to a thickness 
of about 0,35 mm« The application was done by the use 

15 of the apparatus doecribed above in which the adhesive 
was sprayed from the spraying pipe 31 • After the 
application, the inner pip© made of synthetic resin 
that had non-continuous projections was immediately 
introduced into the outer pipe 11. At this time, 

20 resistance to the introduction of the inner pipe was 
low, and introduction into the outer pipe was smooth, 
without the inner pipe zigzagging or becoming twisted. 
When the inner pipe had been inserted, it and the outer 
pipe were concentric, and the space between the two 

25 pipes was uniform in the direction of the radiuses of 
the pipes. After the inner pipe had been introduced 
into the outer pipe in this way, hot water was poured 
over the outside of the outer pipe from the center to 
both ends of the pipe, whereby the foaming adhesive was 

30 heated from the outside of the pipe, which caused the 
foaming* and hardening of the foaming adhesive. 
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When the composite pipe obtained in this way 
was cut oross-eectionally in a number of places, the 
inner pipe made of synthetic resin was aeen to be 
adhering strongly to the outer pipe made of metal 
because of the foaming layer, which was of uniform 
thickness everywhere. There were no gaps at all 
detected in the foaming layer. When hot water at 85^C 
and cold water at 20^ C was alternately and repeatedly 
sent to flow through the pipe, there was no expansion 
of the inner surface of the inner pipe made of 
synthetic resin toward the inside of the pipe. 

It l8 understood that various other modifica- 
tions will be apparent to and can be readily made by 
those skilled in the art without departing from the 
scope and spirit of this invention. Accordingly, it is 
not intended that the scope of the claims appended 
hereto be limited to the description as set forth 
herein, but rather that the claims be construed as 
encompassing all the features of patentable novelty 
that reside in the present invention, Including all 
features that would be treated as equivalents thereof 
by those skilled in the art to which this Invention 
pertains. 
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Claims 

1. A method for the production of composite pipes 
eonprising. applying a foaming adhesive to~the inner 
Sttrface of an outer pipe, introducing an inner pipe 

5 made of synthetic resin into the outer pipe, and 

heating the .foaming adhesive to foam and harden the 
foaming adhesivei wherein said inner pipe has, on its 
outer surface, a number of lines projecting from the 
inner pipe that are parallel with the axis of the pipe, 

10 said lines being of fixed length and discontinuous so 
that said inner pipe can be concentric with the outer 
pipe when- it is introduced into the outer pipe. 

2. A method for the production of composite pipes 
according to claim 1, wherein the length of the 

15 projecting lines is about 1-10 mm in the direction of 
the axis of the pipe, .the space between the adjacent 
projecting lines positioned in a line in "the direction 
of the axis of the pipe is about 10-100 mm, and the 
apace between adjacent projecting lines positioned in a 

•20 row in the direction of the circumference of the pipe 
is about 10-30 mm. 
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